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position, the melted roller mass is poured in an even
stream into the hollow of the mould, so that no air
bubbles form, and it is then left for a time until the
glue mass is quite firm when the mould is opened,
the now finished roller taken out and any seams
taken off with a sharp knife.
The four-sided rod which is surrounded by the
glue cylinder serves as a support; if after much use
the roller is not to be employed any more, then the
ink attaching to the surface is removed, the glue
mass taken from the wooden rod and again melted.
The roller-mass should be of such a quality that it
will easily absorb the ink from the plate on which
it has been distributed, and on rolling over letter
type, copper, or lithographic plates, should impart it
to these; if the ink smears, then it is a proof that
the roller mass contains too much glycerine; if the
roller does not impart sufficient ink to the printing
type or to the plate, then it contains too little
glycerine.
The same mass which is used for the manufacture
of printing rollers can also be used for producing an
elastic foundation for the inks employed on hand
presses in printing works for printing certain patterns,
and in this case the glue mass is poured into plates
a few centimetres thick.
HECTOGRAPH BLOCKS.
The property of the glycerine glue mass to absorb
the ink from certain surfaces and impart it to others
under light pressure has been known for some time